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ABSTRACT 


Six aluminized propellants were investigated through 
strand burning in a windowed combustion bomb at 500 psi and 
1000 psi. Postfire particle residues were analyzed with a 
scanning electron microscope and found to have bi-modal size 
distributions. The mean diameter of the fine particle dis- 
tribution was approximately 10 um in all cases while the mean 
diameter of the coarse particles was approximately the same 
size as the initial aluminum cast in the propellant. Measure- 
ments taken from the high speed motion pictures included reso- 
Mitton, propellant burning rate, the diameter of burning 
particles ejected from the surface, and vertical velocity of 
burning particles. The diameters of the burning particles 
were approximately 7 to 12 times the diameter of the initial 
aluminum cast in the propellant. Aluminum size had only small 
effects on burning rate. The smallest particle that could be 
accurately resolved with the motion pictures was approximately 


60 wm, 


Cy , 





PAB OF CONTENTS 


Page 

IE ODIO @ONN eee 6s lw le lt el ltl ltl lw tw lw lhe hw Ud 
mimeeMeTHOD OF INVESTIGATION ......+.-«-.-+-e.e. 19 
fee EXPERIMENTAL APPARATUS . ..... 6 2 © «© © © «© « ~ 20 
Meme XPERIMENTAL PROCEDURES ......-«+-+. ++. -e« es. 25 
A. SAMPLE PREPARATION AND TEST CONDITIONS ..... 25 

B. POSTFIRE RESIDUE COLLECTION AND TREATMENT ... 26 

C. SEM SAMPLE PREPARATION AND MICROSCOPY ..... 28 

Dee HiGH SPEED MOTION PICTURES .........e«.. 32 
MumeceoULTS AND DISCUSSION . .......+.-+-«-e+-«-. 35 
Pee POSTFIRE PARTICLE SIZE ANALYSIS ........ 35 

B. HIGH SPEED MOTION PICTURE ANALYSIS ....... 38 

VI. CONCLUSIONS AND RECOMMENDATIONS .......... 45 
rrr OMNI 5. Gs se ke we lw AT 
I MP 6S 8 sk wt te ww ww 
BER@ ESM. es ee let ltl lt ll lw wl ll wl lw lw Ue GLB 
Mme DISTRIBUTION LIST . ..... + « © © © © « «© oe L2d 





Table 


ie 
ier . 
Vv 

Vie 


a. 


Pr eee PAIS 


Por cilatirCONMpPOSHMeElOn, . « . + « « © « » 
Particle Collection Test Conditions . 
High Speed Motion Picture Test Conditions 
Baceicle Settling Time .....e. 
Resolution Target Test Conditions 


moening Rate ExponentS .....««. » 


Page 
47 
48 
49 
Si 
2 


a5 





ELgure 


a0 


ae 


2 


3. 


14, 


TD 


nO 


ey 


ro . 


phot OF FIGURES 


Schematic of Combustion Bomb 

Photograph of Combustion Bomb 
Photograph of Control Booth 

Photograph of Remote Control Panel 
Circuit Diagram of Remote Control Panel 
Schematic of Experimental Apparatus 
Photograph of Experimental Apparatus 
Propellant Strand Dimensions 


Photographs of Propellant Strands 
Mounted in Combustion Bomb : 


Examples of Poor SEM Sample Preparation 
5 00 250/180) 


Examples of Poor SEM Sample Preparation 
(1520090480) 


Examples of SEM Sample Charging (1515280380) 


Photomicrographs of Postfire Residue 
(1445240480, WGS-5A, Pe = 500 psi) 


Photomicrographs of Postfire Residue 
(1445180480, WGS=5A, Ee = 1000 psi) 


Photomicrographs of Postfire Residue 
(1030030580, WGS-6A, P. = 500 psi) 


Photomicrographs of Postfire Residue 
(1600170480, WGS-6A, BP. = 1000 psi) 


Photomicrographs of Postfire Residue 
(1215030580, WGS-7A, P = 500 psi) 


Photomicrographs of Postfire Residue 
(1400240480, WGS-7A, Bis = 1000 psi) 


Page 


54 
5 
DD 
56 
i 
58 
32 


60 


oil 


62 


63 


64 


65 


68 


al 


74 


77 


80 





ao . 


20. 


pa. 


Ee. 


23. 


24. 


25. 


Zio. 


Zi. 


ZO. 


a. 


50). 


Bl. 


B . 


Be 


34. 


Bo. 


Photomicrographs of Postfire Residue 


(1100030580, WGS-7, P_ = 500 psi) 


Photomicrographs of Postfire Residue 


(1500210480, WGS-7, Pe = 1000 psi) 


Photomicrographs of Postfire Residue 


(1230110580, NWC-1, P_ = 500 psi) 


Photomicrographs of Postfire Residue 


el500100580, NwCc-1, P = 1000 psi) 


Photomicrographs of Postifre Residue 


(1200110580, NWC-2, P = 500 psi) 


Photomicrographs of Postfire Residue 


(1615100580, NWC-2, Pes = 1000 psi) 


Particle Size Distribution 
(1445240480, WBS-5A, Po = 500 psi) 


Particle Size Distribution 
(1445180480, WGS-5A, Py = 1000 psi) 


Particle Size Distribution 
(1030030580, WGS-6A, Bes = OS 2 ) 


Particle Size Distribution 
(1600170480, WGS-6A, P. = 1000 psi) 


Particle Size Distribution 
(1215030580, WGS-7A, Ea 500 psi) 


Particle Size Distribution 
(1400240480, WGS-7A, P. = 1000 psi) 


Particle Size Distribution 
(1100030580, WGS-7, Po = 500 psi) 


Particle Size Distribution 
(1500210480, WGS-7, Po. = 1000 psi) 


Particle Size Distribution 
(1230110580, Nwc-l, Be = 500 psi) 


Particle Size Distribution 
(1500100580, NWC-1, ae 1000 psi) 


Particle Size Distribution 
(1200110580, NWC-2, in 500 psi) 


83 


86 


89 


a2 


a2 


98 


pelaOals 


eee 


.102 
02 
aS 
, 03 
.104 
04 
eos 


EOS 


EUG 





BO . 


Dy. 


Bae 


Bo. 


40. 


4l. 


a 


43. 


44, 


28 


46. 


ted 


48. 


Particle Size Distribution 
(1615100580, NWC-2, P = 1000 psi) 


Comparison of 40 and 220 Particle Sample 
Distributions (14452400480, WGS-5A, 
os DIOWMNOSd Jee 5. 6 6 fe me's 


Comparison of 40 and 220 Particle Sample 
Distributions (1030030580, WGS-6A, 
— POMMESd)  cueeEE ish. «ss 


Tnitial Aluminum Particle Diameter Versus 
Mean Postfire Particle Diameter 


Photographs of Resolution Target 


High Speed Motion Picture Frame (1415250580, 
Pere OO OST). 2 5 - . . + » » « 6 «© 


High Speed Motion Picture Frame (1100250580, 
Mmpeon, 1000 psi) ....... +2. « we 


Burning Particle Diameter Versus Initial 
Aluminum Particle Diameter 


Burning Particle Diameter Versus Mean 
Postfire Particle Diameter 


Burning Particle Average Velocity Versus 
Burning Particle Diameter for Propellant 
Meea—-DA .« « «6 8 # 


Burning Particle Average Velocity Versus 
Burning Particle Diameter for Propellant 
Peer OA 5. 6 sl lll tl wlll 


Burning Particle Average Velocity Versus 
Burning Particle Diameter for Propellant 
WGS- TA ° ° ° @ ° 2 ° ° ° ° ° ° 


Burning Rate Versus Initial Aluminum Diameter 


pea 


seer 


. 108 


mero 


aeeO 


ae? 


2 


eS 


. 114 


alles 


eS 


eG 


ele] 





ACKNOWLEDGEMENT 


In addition to my appreciation for the patience and under- 
standing shown by my wife and daughter during this study, I 
would like to acknowledge the advice and assistance provided 
by Professor D. W. Netzer. Appreciation is also expressed 
to Mr. E. Dubrov for his general assistance throughout the 
project and to Mr. C. Patton of the Hopkins Marine Institute 


Beomeeiis instruction in SEM microscopy. 


10 





foc RODUCTION 


Practically all tactical missiles and many strategic mis- 
siles employ solid propellants for missile propulsion. Solid 
propellants are primarily of two types: double base and com- 
posite. Double base propellants normally consist of a mixture 
of monopropellant molecules, such as nitrocellulose and nitro- 
glycerine. Composite propellants normally consist of a mixture 
of oxidizer particles, such as ammonium perchlorate (AP), im- 
bedded in a fuel/binder, such as polybutadiene-acrylic-acid 
(PBAA). In addition, most solid propellants contain metal 
additives. The most common metal additive is aluminum in a 
fine powder form. The purpose of the aluminum is twofold: 
first, to increase the energy content and thus the specific 
impulse; second, to suppress pressure oscillations in the 
flow field by means of two phase flow interactions between 
the chamber gas and the aluminum/aluminum oxide (A1/A1,0,) 
particles which are injected into the chamber flow as the 
propellant burns. 

The burning propellant may produce agglomerates of 
A1/A1_0 


D3 
Particles added to the propellant. The agglomerate size is 


which can contain thousands of the original aluminum 


a function of many factors such as propellant type, original 


aluminum size, chamber pressure, burning rate, and aluminum 


concentration. Two phase flow in the rocket motor can result 


ae 





in large losses in delivered impulse. These losses result 
from thermal and velocity lag of agglomerates in the flow 
field. In addition, unburned aluminum can also cause per- 
formance losses. Two phase flow processes in the nozzle pro- 
duce the breakup of sufficiently large agglomerates and thereby 
permit reasonable combustion efficiencies to be attained. In 
general, smaller agglomerate masses lead to higher combustion 
efficiencies and lower two phase flow losses as the combustion 
products are accelerated through the rocket nozzle. However, 
the frequencies of the undesired acoustic instabilities dic- 
tate the required range of agglomerate mass and size to defeat 
the pressure oscillations. 

The competing chemical, thermodynamic, aerodynamic, and 
physical processes are very complex and it is difficult to 
quantitatively identify the magnitude of the various specific 
impulse losses. Optimization and prediction of rocket motor 
performance through measurement and theoretical techniques 
are hindered by uncertainties. The introduction of aluminum 
into the propellant further complicates these problems by 
introducing two phase combustion, two phase heat transfer, 
and two phase flow phenomena. 

Numerous investigations have been conducted to examine 
the aspects of aluminum combustion insolid propellants and 
solid propellant rocket motors. Studies of burning aluminized 
propellants and propellant ingredients in quiescent atmospheres 


have revealed some of the details of the processes taking 
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place on the surface [1, 2, 3]. Models have also been proposed 

to account for the agglomeration and ignition mechanism of aluminum 
particles in solid propellants [4]. Detailed size analyses 

of propellant constituents and combustion products have been 

used extensively [5]. The combustion and agglomeration pro- 

cesses of aluminum particles emitted from the surface of a 
propellant burning under cross flow conditions have also been 
investigated [6]. In addition, experiments have been conducted 


on the breakup of AL/AL,O agglomerates in accelerating flow 


5 
fields [7]. 

Detailed analysis of actual motor firings has provided 
some information on the relationship between solid propellant 
formulation variables and motor performance [8]. Considerable 
information about the behavior of aluminized propellants in 
solid rocket motors has also been compiled and reported [9]. 
Results have been correlated on three aspects of aluminum com- 
bustion insolid propellants and solid propellant rocket motors: 


formation of A1/A1.O agglomerates during propellant combus- 


5 
tion, the influence of cross flow on agglomerate formation, 
and agglomerate breakup under shear flow conditions [10]. 

Most of the individual investigations discussed above have 
utilized only one, or perhaps two, principal diagnostic tech- 
niques to study a particular aspect of solid propellant com- 
bustaon. Little has been done to relate the results obtained 


from the various methods. It would be desirable to be able 


to relate the principal information that is obtained from the 
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most widely used experimental techniques. This could be done 
by applying the various methods to a specially formulated 
series of metallized propellants burned under a parametric 
series of operating environments. This approach should re- 
sult in a better understanding of the effects of design vari- 
ables and propellant properties on two phase flow phenomena 
and should provide valuable new information for validating/ 
improving analytical models. 

In order to address this problem, a research effort has 
been initiated at the Naval Postgraduate School. This ef- 
fort was begun under the sponsorship of the Naval Postgraduate 
School Foundation Research Program and subsequently expanded 
through sponsorship of the Air Force Rocket Propulsion Labora- 
tory (AFRPL), Edwards, California. The propellants to be 
employed have been provided by the Aerojet Solid Propulsion Company 
and by the Naval Weapons Center, China Lake, California. The 
investigation consists of three interrelated and concurrent 
phases: (a) high speed motion picture and residue analysis 
From propellant strands burned in a windowed combustion bomb, 
(b) mean particle size determination from 2-D and 3-D rocket 
motors using light scattering methods, and (c) holographic 
studies of the combustion process in a windowed 2-D motor. 

A series of combustion bomb tests were conducted in 
which propellant strands were burned in an inert gas environ- 
ment at various pressures. The windowed combustion bomb per- 


mitted high speed motion picture analysis of the burning 
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propellant strand from which burning rate andthe velocity and 
diameter of burning agglomerates can be obtained. Postfire 
residue can also be collected and prepared for examination 
under an optical or electron microscope to determine the size 
distribution and composition of particles in the residue. The 
major advantages of the combustion bomb technique are: (a) the 
entire duration of the burning of the propellant strand can be 
recorded to observe the time varying characteristics of the 
event, (b) collection of postfire residue can be carefully con- 
trolled, (c) combustion pressure. can be independently varied, 
and (d) tests are easily conducted and inexpensive. 

The major disadvantage of the combustion bomb technique 
relates to the different burning environment that exists in 
comparison to the rocket motor propellant grain, for example: 
(a) there is no cross flow over the burning surface, (b) the 
Particle laden flow does not accelerate through a nozzle, 

(c) burning agglomerates are quenched in the cold inert gas 
used to pressurize the bomb, and (d) heat transfer to the burn- 
ing surface and the related burning rate are often dependent 
upon the dimensions of the propellant strand and the combustion 
bomb. 

aidt speed motion pictures which can be utilized witn the 
combustion bomb or in a windowed 2-D motor provide the advan- 
mcge OL Continuous observation throughout the burning process. 
However, image resolution limitations generally do not permit 


particles with diameters less than approximately 30 um to be 
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memervyea [ll]. Depth of field is also limited if any appre- 
ciable magnification is employed. In addition, smoke and/or a 
large number concentration of particles above the burning surface 
Can severely restrict the quality of the obtainable data. The 
latter problem can be minimized by restricting the percentage 

of aluminum in the propellants to low values. 

The second part of the overall effort consists of a series 
of tests utilizing a small, 3-D, end-burning rocket motor. 
Simple opacity measurements will be used to determine the 
effects of motor operating conditions and propellant proper- 
ties on exhaust particle concentrations. Angular scattering 
measurements from a laser light source will also be made to 
obtain the mean particle size and concentration [12, 13, 14]. 
Performance parameters such as thrust and characteristic ve- 
locity can also be measured. Additionally, exhaust residues 
will be collected for comparison with the light scattering 
measurements. The latter data will be used for examining the 
effects of nozzle contours and for comparison with the strand 
residue data from the combustion bomb tests. The major ad- 
vantages of the small 3-D rocket motor tests are (a) the com- 
bustor and exhaust flow environments are realistic, and (b) 
mean particle size and concentration in the nozzle exhaust 
flow can be measured without interfering with the flow field. 
The major disadvantages of the 3-D rocket runs are (a) only 
mean particle size can be obtained by the light scattering 


techniques, and (b) the collection of particles from the 
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exhaust is more difficult than with the combustion bomb 
tests. 
The third component of the overall effort consists of a 
series of runs utilizing a 2-D, windowed rocket motor. All 
of the experimental techniques applied to strand burners and 
end-burners will be utilized. The burning propellant will 
be observed with high speed motion pictures to determine time 
dependent behavior. Light scattering techniques will be ap- 
plied to the nozzle exhaust. Exhaust residue will be col- 
lected for particle analysis. In addition to these techniques, 
the windowed 2-D rocket motor permits analysis by means of 
holography. Holograms exposed over the period of nano-seconds 
should allow 3-D photographic analysis to be conducted at any 
point in the flow including the chamber, throat, nozzle, and 
exhaust plume. The major advantages of 2-D windowed rocket 
experiments are : (a) resolution to less than 10 um and excel- 
lent depth of field with holograms [15, 16], and (b) the com- 
bustor and exhaust flow environment are close to actual 
conditions. The major disadvantages of the 2-D windowed roc- 
ket experiment are: (a) the holograms provide a record of 
only an instant in the event and not a complete time history, 
and (b) the manual reduction of holographic data is time con- 
suming. Data collected will be compared and correlated with 
the data obtained from the strand and end=-burning experiments. 
The results of the overall experimental program should: 


(a) define the strengths, weaknesses, and interrelationships 
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between the various diagnostic techniques employed, (b) pro- 
vide detailed data on the performance and operating characteris- 
tics of a family of well-documented propellants, and (c) define 
the particle behavior and characteristics throughout the entire 
flow field. 

The purpose of this investigation was to conduct the combus- 
tion bomb experiments with propellant strands as discussed 
above. High speed motion pictures and particle collection 
coupled with scanning electron microscope analysis were the 
principal diagnostic methods employed. The data obtained for 
later correlation with data from light scattering and holo- 
graphic diagnostic techniques were: (a) propellant burning 
rates, (b) near-surface burning particle sizes and velocities, 
feyeepostiire particle size distributions, (d) photographic 
resolution limitations, and (e) the relationships between 
observed burning particle behavior and postfire residue 


Smaracteristics. 
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II. METHOD OF INVESTIGATION 


Six solid propellants containing aluminum particles of 
different diameters were tested in a combustion bomb at two 
pressures. Postfire residue was collected and analyzed with 
a scanning electron microscope to determine postfire particle 
size distributions. High speed motion pictures were taken of 
the propellant deflagration to examine the time varying charac- 
teristics of the event. Data obtained from the residue analy- 
Sis and high speed motion pictures were correlated to determine 
the effects of combustion pressure and initial aluminum size 


in the propellants. 
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IIIT. EXPERIMENTAL APPARATUS 


The combustion bomb used in this investigation was a two 
piece unit made from 347 stainless steel. It had a core volume 
of about 34 cubic inches and an inside diameter of 2 inches. 
Three optical quality glass windows, each one inch in diameter, 
were incorporated in the bomb. Two windows were located dia- 
metrically opposite to one another and were utilized for high 
speed photographic observation and back lighting of the burn- 
ing strands. The third window was located 90 degrees between 
the other two and was used for side lighting. Due to high 
design operating pressures, the viewing diameter through the 
glass windows was reduced to one-half inch by the window cover 
plates. O-ring pressure seals were used around the windows and 
at the junction of the two piece unit. Figure 1 is a sche- 
matic and Figure 2 is a photograph of the combustion bomb. 

The combustion bomb was pressure tested to 4500 psi. The 
maximum expected operating pressure is 3000 psi. [In this in- 
vestigation, the maximum pressure used was 1000 psi. 

Pressurization of the combustion bomb, ignition of the 
propellant strands, and activation of the high speed camera 
were controlled from a remote control panel located behind a 
steel safety booth with a one inch thick plexiglass viewing 
window. The control booth was situated out of the line of 


Sight of the combustion bomb windows as a safety precaution. 
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Figure 3 is a photograph of the control booth. Figure 4 is 
a photograph of the remote control panel. Figure 5 is a cir- 
cuit diagram of the remote control panel. 

The propellant strand ignition system consisted of two 
electrodes mounted on either side of the specimen mounting 
post. Between the electrodes a length of 0.008 inch diameter 
nickel-chromium ignition wire was connected. The ignition 
wire waS in series with a variable resistor to control the 
current provided by a 12 volt DC wet cell battery. A continu- 
eye cheek circuit with a visual indicator light was also 
included. 

The combustion bomb pressurization system was controlled 
from the remote control panel through a dome valve. The dome 
valve controlled the nitrogen flow from the compressed gas 
reservoir. A pressure tap and gauge were used to read the 
bomb pressure directly and could be viewed from the control 
booth. An exhaust port valve on the top of the bomb was manu- 
ally set to control the rate of exhaust flow for smoke removal. 
The nitrogen flow was introduced through a porous plate in the 
bottom of the chamber of the bomb, passed up through the test 
section, and then vented to the atmosphere. 

The high speed camera could be controlled through the re- 
mote control panel in either a manual or automatic mode. In 
the manual mode, the camera was activated when desired. [In 


the automatic mode, the camera was activated through a timing 
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delay after the ignition circuit was closed. In this investi- 
gation, the manual mode was used. 

For photographic observation, a Hycam model K2004E-115 high 
speed motion picture camera was used. Although various fram- 
ing rates were examined in the preliminary tests, a rate of 
5000 frames per second was selected for use throughout the 
investigation. A Red Lake Millimite TLG-4 oscillator was con- 
nected to the camera on all runs to provide timing marks on 
the film edge at the rate of 1000 per second. 

The lens used on the camera was an Elgeet 77mm/fl.9 lens. 
The minimum focus distance for this lens is 3 feet. To posi- 
tion the camera closer for better resolution, a 1.625 inch 
extension tube was attached to the lens. With the extension 
tube, the front of the lens could be brought within one inch 
of the observation window of the combustion bomb and the 
focus distance was 5 inches. In this configuration the mag- 
nification was about 1X and the depth of field at f/4 was 
about 4 mm [17]. 

An SLM-1200 projector and a 650 watt focused flood light 
were used to provide side lighting and back lighting as required. 

Figure 6 is a schematic and Figure 7 is a photograph of 
the layout of the experimental apparatus. 

Movie film types included 7724 4X negative (ASA 400), 

7222 2X negative (ASA 250), 7250 Ektachrome (ASA 250), and 


7267 Kodachrome (ASA 25). The 7267 Kodachrome was the primary 
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film used in this investigation. 7250 Ektachrome was used in 
a few cases for comparison. 

For collecting postfire residue, a stainless steel collec- 
tion cup was built. The cup had an inside diameter of 1.75 
inches, a wall thickness of 0.0625 inches, and a height of 
One inch. Three holes were drilled in the bottom of the cup 
to fit over the two ignition electrodes and the specimen 
mounting post. At the point of contact with the cup, the 
ignition electrodes were electrically installed to prevent 
a short in the ignition circuit. When installed in the bomb, 
the entire propellant strand was contained within the volume 
of the cup. There was one eighth of an inch of radial space 
between the outer radius of the cup and the inner radius of 
PienwmombD SO as not to disrupt the flow of nitrogen for pres- 
surization and postfire purge. 

The residue collected was ultrasonically cleaned in an 
Electromation Model 250 ultrasonic cleaner. Ethanol was used 
as the bath. After cleaning, the particles were dried in a 
vacuum evaporator installed in a Hotpack Model 1262 refrigera- 
torfoven. The vacuum was drawn with a CENCO Hyvac 2 roughing 
pump. 

The dried particles prepared for electron microscopy were 
gold coated in a Denton Vacuum Evaporator with a DSM-5 sput- 
ter module. Particle size analysis was done on an Hitachi 
S-450 scanning electron microscope (SEM). Photographic records 


of SEM observations were recorded on Polaroid Type 52 Film. 
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To determine the percentage of metal recovered from the 
combustion of a propellant strand, the strand and the dried 
residue were weighed. The scale used was a Mettler Type H15 


with a resolution capability of +/- 0.0001 grams. 
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IV. EXPERIMENTAL PROCEDURES 


A. SAMPLE PREPARATION AND TEST CONDITIONS 

Six propellants were selected for testing. The propellant 
formulations are listed in Table I. The first four propellants 
listed were specially formulated and provided by the Aerojet 
Solid Propulsion Company. They represent a family of the same 
composition by weight where the only variable was the size of 
the spherical aluminum particles. The last two propellants 
listed were provided by the Naval Weapons Center and contained 


only a small amount of Al.0O particles as a metal additive. 


5 

Propellant strands were cut to a size that would fill the 
field of view of the high speed camera. The strands were ce- 
mented to stainless steel pedestals which fit into the propel- 
lant sample mounting post in the combustion bomb. Dimensions 
of the propellant strands are given in Figure 8. The tops of 
the strands were cut horizontally during the initial phase of 
testing. Subsequently, the tops were cut at a 45° angle to 
permit better observation of the burning surface. 

Propellant strands were burned in a nitrogen environment 
within the combustion bomb. Four tests were conducted with 
each propellant: (1) particle collection at 500 psi, (2) 
particle collection at 1000 psi, (3) high speed motion pic- 
tures at 500 psi, and (4) high speed motion pictures at 1000 


psi. 
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Particle collection and high speed motion pictures were 
not conducted in the same test. A flow of nitrogen was re- 
guired through the combustion bomb during the high speed mo- 
tion pictures to purge smoke from the combustion bomb so that 
the burning strand could be observed. Smoke and many of the 
particles were exhausted to ambient conditions by the purge, 
and it was found that the remaining particles collected in 
the bomb were not representative of the total postfire residue. 
Thus, for particle collection, the purge valve was closed 
during the combustion. Additionally, the particle collection 
cup completely encircled the propellant strand preventing 
observation through the combustion bomb windows. Figures 9a 
and 9b show propellant strands mounted for particle collec- 
tion and high speed motion picture tests respectively. 

Tables II and III summarize the test conditions for the 
particle collection and the high speed motion pictures re- 
spectively. Although a total of twenty-four runs were re- 
quired to complete the investigation, additional tests are 


meeimaed in Tables II and III for discussion. 


fee Oolr TRE RESIDUE COLLECTION AND TREATMENT 

In preparation for the collection of postfire residue, 
the internal surfaces of the combustion bomb were cleaned. 
Acetone was used as a cleaning solvent. The particle col- 
lection cup was cleaned with ethanol in the ultrasonic 


@leaner. 
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The collection cup was positioned in the bomb and the pro- 
pellant strand was placed in the mounting post. Nickel-chromium 
ignition wire was attached between the ignition electrodes and 
placed in contact with the entire top surface of the Syoeeiaie se 
Strand. Prior to closing the bomb, a continuity check of the 
ignition circuit was conducted from the remote control panel. 

With the combustion bomb sealed and the purge valve closed, 
the bomb was pressurized to the test pressure. The ignition 
circuit was then closed to ignite the propellant strand. 

After the burning was complete, the bomb was allowed to 
remain pressurized and undisturbed for at least five minutes 
to permit particles to settle into the collection cup. The 
purge valve was then opened a small amount to slowly relieve 
the pressure in the bomb and to prevent disturbance of the col- 
lected postfire residue. 

The bomb was opened and the collection cup was placed in- 
verted into a 50 ml beaker. Ethanol was poured into the beaker 
to cover the cup. The beaker was then placed ina bath of 
ethanol in the ultrasonic cleaner and treated for five minutes 
EO Wash the residue off the collection cup and to separate con- 
taminants such as carbon or incompletely reacted material from 


the A1/A1,O particles. 


3 
After ultrasonic treatment, the collection cup was removed 
from the beaker and the remaining solution was left undisturbed 


for fifteen minutes to allow particles to settle. This set- 


tling time was based on Stoke's law which relates the equality 
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between the gravitational and the drag forces on a particle 
pemeig through a liquid at constant velocity. Table IV lists 


settling times for Al.,0, particles of various diameters in 2 cm 


3 
of ethanol [5]. 

At the end of the settling time, all but 5 mm of the eth- 
anol in the beaker was carefully poured off. Clean ethanol 
was added to the beaker to a depth of 2 cm,and the residue was 
treated with the same procedures for a second and third time. 

With all but 5 mm of ethanol drained from the beaker after 
the third cleaning cycle, the particle sample was ready to be 


dried. This was accomplished in the oven at 80° C while under 


a vacuum. Fifteen minutes was allowed for drying the particles. 


C. SEM SAMPLE PREPARATION AND MICROSCOPY 

The technique for mounting the postfire residue on SEM 
sample holders was found to be just as important as the tech- 
nique for washing and drying the residue if good quality photo- 
micrographs of postfire residue particles were to be obtained. 
Technigues for mounting propellant residue on SEM sample holders 
are discussed in the literature [5]. The technique chosen for 
this analysis was to mount the residue on a thin layer of 
epoxy on the SEM sample holder. The sample nets: FORGET 
microscopy was an aluminum pedestal apdout 12 mm in diameter. 
The surface of the pedestal was generally too rough to spread 
an ultra-thin, even layer of epoxy. To provide a smooth sur- 


face, the pedestal was prepared by first sanding with a number 
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"O" grit emery cloth and then polishing with a 15 um Al,0, 
Slurry on a broadcloth. The surface was then rinsed with 
ethanol. 

Spreading a layer of epoxy of proper thickness on the pre- 
pared pedestal became a matter of experience after the results 
of previous efforts had been observed. In general, it was 
desired that the epoxy layer be no higher than the equator 
of spherical particles. If this condition were achieved, 
actual particle diameters could be observed and measured. If 
the particles were more deeply immersed in the epoxy, a dome 
which was smaller than the actual diameter was observed and 
measurements were inaccurate. In the other extreme, a particle 
that was in contact with the epoxy only at its pole could be 
readily observed since there was no problem with shadows below 
the particles when observed with the SEM. In general, it was 
found that ultra-thin, uniformly smooth layers of epoxy pro- 
vided the best results. 

As an example of poor SEM sample preparation, refer to 
Figures 10a and 10b which are photographs from test number 
1500250180. They show postfire residue that has been inade- 
quately cleaned and also a layer of epoxy that is too thick 
and uneven. Figures lla and 11b are photographs from test 
number 1520090480. They show a similar condition of a thick 
and uneven epoxy layer, however in this case the particles 


have been properly cleaned. 
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Two types of epoxy were tried. The first was a clear 
epoxy that hardened in five minutes. The second was a clear 
epoxy that hardened in twenty-four hours. The latter, Chem 
Tech T-88, was the easiest to use. A small quantity was 
placed on a polished pedestal with a glass rod. Then a razor 
blade was used to spread the epoxy by holding the razor blade 
at a forty-five degree angle with respect to the pedestal sur- 
face and drawing the razor bDlade across the pedestal while 
pressing with moderate force. Additional sweeps of the razor 
blade were necessary when the layer of epoxy was uneven or 
streaked. 

After a uniformly thin layer of epoxy was spread, the 
dried postfire residue was scattered on the epoxy. This was 
accomplished by holding a 50ml beaker containing the residue 
at an angle over the pedestal and tapping the beaker with a 
glass rod. The residue spilled over the lip of the beaker 
in a fine shower of particles and was randomly distributed on 
the epoxy. Any particles that adhered to the inside surface 
of the beaker were coaxed out with the glass rod. The intent 
was to achieve an uncluttered, uniform surface distribution 
of particles on the pedestal. This desired distribution was 
easier to obtain when the mean particle diameterwas greater 
than 50 um. For mean diameters less than 50 um, the particles 
tended to adhere to one another and the resulting surface dis- 


tribution tended to be more dense and more closely packed. 
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After the epoxy cured, the sample was gold plated using 
the DSM-5 sputter module. The thin layer of gold that was 
applied measured 100 to 200 Angstroms in thickness. A layer 
of this thickness did not obscure the surface details of parti- 
cles which had diameters greater than l um. The gold coating 
was conductive and prevented the sample from charging by con- 
ducting the electrical charge from the surface to the grounded 
aluminum pedestal. A charged particle appears to have a sur- 
rounding halo, which is very bright on the CRT and eventually 
masks the particle. An additional benefit of plating is that 
gold is usually a better emitter of secondary electrons than 
the underlying sample and thus provides enhanced image detail. 
As an example of particle charging, refer to Figure 12. These 
are photographs from test number 1515280380 in which the SEM 
sample was not gold plated. 

The postfire particle samples were examined with the SEM 
at an accelerator voltage of 15 kV and magnifications from 50X 
to 2000X. A series of photomicrographs were taken with the 
SEM of each of the samples. Each series consisted of the 
following: (a) one large scale view at 90° incidence to present 
an overview of particle size distribution and the surface den- 
Sity of particles on the sample holder, (b) two small scale 
oblique views at 15° incidence to show the manner in which 
the particles were imbedded in the epoxy layer, and (c) two 
small scale views at 90° incidence corresponding respectively 


to the same local areas that were photographed in the oblique 
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views. The latter two views were utilized to count particles 
and measure particle diameters. All five photographs in each 
series were automatically labeled by the SEM with a scale factor 


aaemLcCrons. 


D. HIGH SPEED MOTION PICTURES 

The selected combination of camera lens and lens extension 
tube resulted in approximately a 5 inch focal length, which 
located the face of the lens just outside the window of the 
combustion bomb with about one inch of clearance for focusing 
movement of the camera/lens system. The focal length was as 
short as possible to provide the best resolving power. The 
camera was rigidly mounted to an aluminum bracket that could 
be traversed along a rail aligned with the diametrically op- 
posed windows of the combustion bomb. 

Prior to a test,the eyepiece of the camera was focused 
on the crosshairs of the accessory focusing screen. Rough 
focusing on the propellant strand was done by moving the en- 
tire camera. Fine focusing was done with the lens focusing 
ring. To ensure that the entire thickness of the propellant 
strand was contained within the depth of field, the ignition 
wire was selected as the point of sharpest focus. 

Two sources of external lighting were used as required. 
The 1200 watt lamp was used for side lighting and the 650 watt 
lamp was used for either side or back lighting. 

A framing rate of 5000 frames per second was used on all 


tests. External illumination and f/stop were dependent on 
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the type of film used. These parameters were determined by 
Beeetice runs and are listed in Table III. 

The Millimite timer was set at 1000 cycles per second for 
all tests. The timing marks recorded on the edge of the film 
were required to determine the actual framing rate and thus 
the elapsed time for an observed event. One hundred foot rolls 
of film were used for all tests and the selected framing rate 
was attained after about 65 feet of film were exposed. 

A brass scale that measured 5 mm high was attached to the 
right ignition electrode so that it could be seen in the field 
of view of the camera. This provided a known length scale 
for the high speed motion picture data reduction. With a pro- 
pellant strand mounted and wired for ignition, the combustion 
bomb was sealed and pressurized to the test pressure. The 
purge valve on the top of the bomb was opened slightly to allow 
a flow of nitrogen through the bomb while maintaining the de- 
Sired pressure. The required flow rate of the purging flow 
to prevent smoke accumulation in the combustion bomb was de- 
termined from practice runs. A higher flow rate was required 
at 1000 psi than at 500 psi. Once the apparatus was set for 
the test, the high speed camera was controlled from the re- 
mote control panel. The camera was started manually at the 
same instant that the ignition circuit was closed. In this 
fashion the entire duration of the deflagration was recorded. 

To ascertain the resolution capability of the high speed 


motion pictures, the USAF 1951 resolution target was utilized. 
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Various film types were tested. For most film types, the 
resolution target was photographed twice: (1) through the 
window of the combustion bomb, and (2) with the window removed. 


Table V lists the resolution target test conditions. 
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V. RESULTS AND DISCUSSION 


A. POSTFIRE PARTICLE SIZE ANALYSIS 
Determination was made of the percentage of metal re- 
covered in the particle collection and preparation process. 
Before a particle collection test, the propellant strand was 
weighed. Knowing the percentage of aluminum by weight, the 
weight of aluminum in the strand was calculated. After the 
postfire residue had been ultrasonically treated and dried, 
the residue was weighed. The weight of the particles re- 
covered was compared with the initial weight of aluminun. 
In a test case using the sample from test run 1445180480, 
the following data were obtained: 
1. Strand weight, Voz. ar 
2. Initial aluminum weight, GPOLGS ‘gr 
3. Recovered particle weight, 0.0021 gr 
4. Percentage recovered, are: 
Other particle samples were compared visually with this sample, 
and the quantity recovered appeared about the same in all cases. 
Considering the relative positions of the collection 
cup and the propellant strand in the combustion bomb, it was 
felt that the percentage of particles collected was repre- 
sentative of the total sample. The residue on the walls of 
the collection cup was very similar in appearance to that de- 


posited on the combustion bomb walls. It would be possible 
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to collect a larger percentage of the particles if a taller 
collection cup were used. The internal dimensions of the 
combustion bomb would permit a cup with a height of about 
three and one-half inches to be mounted in the same manner 
as the one used. 

The SEM photomicrographs of the postfire particle speci- 
mens for the test conditions specified in Table II are pre- 
sented in Figures 13 through 24. 

memelot Initial particle size distribution, forty parti- 
cles were chosen from each test and measured. To obtain a 
random and unbiased sample, particles were selected from 
the intersections of a fourteen by sixteen line grid super- 
imposed over the 3% by 4 inch Polaroid prints. Diameter 
measurements were made utilizing the scale at the bottom 
@emeacn photograph. Plots of particle distributions for 
the test conditions specified in Table II are presented in 
Figures 25 through 36. 

The plots indicate a bi-modal particle size distribution. 
The bi-modality is typical for aluminum combustion products. 
Experimental data from previous investigations suggest that 
condensed phase oxidation of aluminum contributes to coarse 
residue, whereas vapor phase oxidation results in fine resi- 
due [5]. Shedding of fine particles by burning agglomerates 
is another possible mechanism. Due to the bi-modal character 
of these particle size distributions, two average diameters 


are presented on each plot. One applies to the fine particle 
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distribution and the other to the coarse particle distribu- 
tion. For the WGS-7, NWC-1, and NWC-2 propellants with initial 
metal powder mean diameters of about 8 um, bimodal particle 
size distributions were not discerned. For these propellants 
the average diameter of the entire sample is given in the 
respective figure. 

The number of particles which must be sized from the SEM 
photographs in order to obtain a statistically valid sample 
size depends upon a number of conditions: (a) percentage of 
residue that is collected, (b) how the residue is collected 
and washed, (c) how the residue is distributed on the SEM 
sample holder, and (d) how the particles in the photographs 
are selected for counting. One thousand particles have been 
counted by some investigators [5], but fewer may be used. 

To determine how closely the forty particle distributions 
would compare with distributions for larger numbers of parti- 
cles, two samples were selected for more detailed analysis. 
Approximately 220 particles were measured in each of the tests. 
Comparisons of the 40 particle distributions with the 220 par- 
ticle distributions are shown in Figures 37 and 38. The com- 
puted average diameters of fine and coarse particle 
distributions between the respective samples was in good agree- 
ment, although the larger sample in both cases generated 
Slightly smaller average diameters. These results indicated 
that the forty particle samples provided at least closely 
representative size distributions for the total particulate 


residue, 
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A plot was constructed of the average initial aluminum 
particle diameter in the propellant versus the average post- 
fire particle diameter. This data 1s presented in Figure 39. 

A reference line with unity slope was superimposed on the 

data as an aid in size comparison. The data indicated that 

the mean diameter in the coarse particle distribution of the 
postfire residue closely matched the initial aluminum size 

in the cast propellants. The mean diameters in the fine post- 
fire particle distributions increased slightly with increasing 
aluminum size. These results appear to indicate that little 
agglomeration is Occurring and that many of the aluminum parti- 
cles which leave the surface are rapidly quenched. Prelimi- 
nary results from tests at the Aerojet Solid Propulsion Company 
with the same propellants have indicated that no significant 
agglomeration occurs and that metal combustion procedes almost 
to completion (i.e., yields primarily A1.03) ES Al,0, 
particles typically have smooth surfaces when compared to 
quenched aluminum particles. Almost all particles collected 
in this study were quite smooth, which agrees with the Aerojet 


results. 


B. HIGH SPEED MOTION PICTURE ANALYSIS 

One of the objectives of this investigation was to evalu- 
ate the strengths and weaknesses of the diagnostic techniques 
employed. It is intended to compare these capabilities with 


those of light scattering and holographic techniques to be 


Sie 


ar 
re 





to be utilized in later phases of this experimental program. 
An area of interest was the maximum resolution capability 

of high speed motion pictures. The procedures used to photo- 
graph the USAF 1951 resolution target were discussed in Sec- 
tion IV. Results from tests 1515310580 and 1615310580 are 
presented in Figure 40 (type 7222-2X film). Figure 40a and 
40b show a comparison of resolution target photographs taken 
with and without the combustion bomb window in place where 
the maximum resolution was 70 Um and 60 um respectively. 
Figure 40c is a photograph taken in test 1745030480 (type 


7250 film) without the combustion bomb window where the maxi- 


mum resolution is 50 Um. Based on the resolution target tests, 


the maximum resolution expected in this investigation through 


the combustion bomb window was 60 Um. It was noted when focus- 


ing the camera for the resolution target tests that the maximum 


BesOlution through the camera optics was 15 um. The difference 


between this and the results obtained on film were attributed 
to the limiting resolution capability of the film and/or to 
camera vibration. 

Figures 41 and 42 are prints of typical frames from high 
speed motion picture tests 1415250580 (WGS-5A, 500 psi) and 
1100250580 (WGS-5A, 1000 psi) respectively. A more dense 
particle distribution in the gas stream and more smoke are 
apparent in the test at the higher pressure. In addition, 
Figure 42 is an example of an uneven burning surface caused 


by the hot ignition wire falling against the side of the 
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propellant during the ignition sequence. Stages in the general 
behavior of the aluminum can be seen in the photographs. 

What appeared to be molten aluminum particles/agglomerates 
were observed on the propellant surface before particle 
ignition. The particles/agglomerates appeared as regions more 
brightly illuminated than the surrounding surface area. The 
vertical movement of the particles began with an apparent 
ejection from the propellant surface into the gas stream. 

In some cases this ejection was a rapid "pop-up" and in others 
it took place much more slowly as if there were some adhesion 
near the surface. As the particles left the surface, ioe) 
ignited, and the diameters of the burning particles became 
larger than before ignition. Once ignited and separated from 
the surface, the particles moved with approximately constant 
velocity in the gas stream and exhibited a typical tail of 
flame pointing away from the surface. In this investigation, 
the general behavior of the aluminum was more easily observed 
for the propellants with initial aluminum particle diameters 
greater than 50 um and at a pressure of 500 psi. As initial 
aluminum particle diameters decreased and pressure increased, 
the texture of the gas stream above the surface became less 
granular in appearance, and individual particles could not 

be readily distinguished from the uniformly bright sheet of 
flame. Additionally, more smoke was present at 1000 psi to 
Obscure the surface. Smaller particles would probably be 


more easily observed for propellants formulated with even a 
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lesser percentage of aluminum to reduce the number concentra- 
tion of aluminum particles above the burning surface. 
Diameters of burning particles were measured in the region 
between the propellant surface and 4 mm above the surface. 
The diameters of these spherical flame envelopes were sig- 
nificantly larger than the diameters of the aluminum parti- 
cles cast in the propellant. In general, the diameters of 
the burning particles were 7 to 12 times larger than the 
initial aluminum particles. Figure 43 is a plot of burning 
particle diameter versus initial aluminum particle diameter. 
The two propellants with the larger initial aluminum sizes 
showed increases in burning particle diameters as pressure 
increased. This result is in contrast to the mean postfire 
data in Figure 39 where minimal pressure dependence was ob- 
served. The large apparent size of the burning particles 
requires further investigation. Some possible explanations 
can account for the observed difference in diameters between 
burning particles and postfire residue. The burning particles 
could be large agglomerates with small flame envelopes that 
burn and shed mass until they reduce in size to much smaller 
particles. However, it would be quite unlikely that all four 
aluminized propellants would yield nearly the same ratios of 
initial-to-burning-to-final mean residue diameter and that the 
residue diameters are always nearly the same as the initial 
aluminum size. The burning particles could be small particles 


with very large flame envelopes. However, the particle sizes 
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near the surface before ignition occurred were nearly the same 
size as the burning particles. This result remains unresolved 
at this time. A sample of propellant has been provided to the 
Naval Weapons Center, China Lake. The Aerotherochemistry Divi- 
Sion will take a high speed motion picture and conduct a parti- 
cle collection experiment of propellant WGS-6A using their 
apparatus for comparison with the Naval Postgraduate School 
data. 

Figure 44 is a plot of apparent burning particle diameter 
versus mean postfire particle diameter. The smaller particles 
of the distribution increased slightly in size with the apparent 
burning diameter as they did with initial aluminum size. This 
is not surprising considering the correlation obtained between 
burning and initial size shown in Figure 43. The apparent burn- 
ing diameters of the coarse particle increased in a non-linear 
manner with mean postfire diameter. 

The average velocities of several burning particles were 
measured in the region from the surface to 4 mm above the sur- 
face. Figures 45, 46, and 47 are plots of burning particle 
average velocity versus burning particle diameter for propel- 
lants WGS-5A, WGS-6A, and WGS-7A respectively. For the sane 
propellants, velocity data were not obtained due to the in- 
@eeiity tO distinguish individual particles from the dense, 
brightly lit flame pattern. A linear least squares fit was 
applied to the velocity data points. The velocity of the 


particles decreased as the diameter increased, as expected. 
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This was a consistent trend for both particles from an indi- 
vidual propellant and for particles from propellant to propel- 
lant. The velocity of a particlar burning particle was 
approximately constant in the gas stream except in some cases 
in close proximity to the surface where it was noted to be 
slower. Representative values are shown in Figures 45 and 46. 

The burning rates of the propellants were determined by 
measuring motion picture framing rates and the position of 
the burning surface fer 1 mm increments over a 3 mm length 
near the center of the propellant strand. This region was 
selected to allow a steady state burning rate to be developed 
and to avoid heat transfer effects near the bottom the the 
propellant strand due to the stainless steel mounting pedestal. 
Figure 48 is a plot of burning rate versus initial aluminum 
particle diameter. The burning rates were relatively constant 
at a given pressure with a very slight increase as initial 
aluminum particle diameter decreased. The burning rates at 
1000 psi were 17 to 19% greater than at 500 psi. These burn- 
ing rates may not agree with burning rates obtained with larger 
propellant strands or in motors. Propellant strand diemensions 
can affect the burning rate through varying heat transfer ef- 
fects and cross-flow velocities. 2-D and 3-D motors with 
larger propellant grains can also generate different burning 
rates, 

Having determined the burning rates for both pressures 


tested, the exponent for the burning rate equation (r = ap.) 


4.3 









was calculated for each propellant. The exponents are listed 


in Table VI. 
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VI. CONCLUSIONS AND RECOMMENDATIONS 


Film resolution capabilities and propellant strand burning 
characteristics were determined for future comparison with re- 
sults obtained using 2-D and 3-D propellant configurations with 
the additional diagnostic techniques of light scattering and 
holography. 

Postfire particle size distributions were bi-modal in 
character. The mean diameters of the fine postfire particle 
distributions were approximately 10 um in all cases, and in- 
creased slightly with increasing initial aluminum size. The 
mean diameters of the coarse postfire particle distributions 
were approximately the same size as the initial aluminum cast 
in the propellant, implying that little surface agglomeration 
and rapid quenching occurred. 

The technique developed for collecting and preparing post- 
fire residue for SEM analysis was satisfactory. Spectral 
analysis of postfire residue to determine composition could 
possibly provide additional data to correlate with fine and 
coarse postfire particle size distributions. 

A minimum particle size of 60 um could be observed through 
the window of the combustion bomb with the camera/lens system 
employed. The resolution was improved to 50 um without the 
bomb windows. An area of potential improvement could be in 


the use of color film with an ASA in the range of 160 so that 
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a higher f/stop could be used with the same lighting to pro- 
duce better resolution. Improving the rigidity of the camera 
installation could be another factor for enhancing resolution. 

High pressure (1000 psi) and small initial aluminum size 
(less than 50 um) limited the utility of high speed motion 
pictures. High burning rates, number concentration of burning 
particles on the surface and in the gas stream, and smoke 
generation, all contribute to this problem. Improvement in 
this area could possible be made with the use of aluminized 
propellants with less than 5% aluminum burning by weight. 

The apparent diameters of burning particles in the gas 
stream were 7 to 12 times larger than the diameters of the 
initial aluminum cast in the propellant and of the mean di- 
ameters of the postfire residue. This result requires further 
investigation. 

The velocity of any particular burning particle was nearly 
constant in the gas stream once it departed the region very 
near the burning surface. Smaller particles traveled at 
higher velocities as expected. 

Propellant burning rates were approximately constant at 
a given pressure with only a slight increase for propellants 
with smaller initial aluminum size. Burning rates at 1090 


psi were approximately 17% higher than at 500 psi. 
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TABLE I 
PROPELLANT COMPOSITION 


Propellant ae: Oxidizer Metal Mean Metal 
Designation % Weight % Weight % Weight Diamter, [Um 


WGS-5A HTPB Al 75-88 

| 12 33 5 

WGS-6A HTPB Al 45-62 
12 33 5 


WGS-7A HTPB AP Al 23-27 
12 83 3 
WGS=-/7 HTPB AP Al 7-8 
1 83 2 
o 
NWC-1 AP 
87 
1 
NWC-2 Hoe B AP 
ez Oia. 


3 
}4 

J 

Yo 





Note: 
1. Approximate formulatton 





TABLE II 
PARTICLE COLLECTION TEST CONDITIONS 


Number Type Pow 


1445180480 WGS-5A 





















1030030580 WGS-6A 


THooososeo [veer | 00 
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TABEE .1 La 
HIGH SPEED MOTION PICTURE TEST CONDITIONS 


Test Propellant| Pressure Film Type £/STOP | EXTERNAL 

Number Type Pow LIGHT 
'a545050400| wos-sa | 500 650 W SIDE 
1600260480 WGS-5A 500 KODACHROME 25 


KODACHROME 25 ye, 1200 W SIDE 
650 W BACK 
1415010580 WGS-6A 500 KODACHROME 25 dag 1200 W SIDE 
| 650 W BACK 

500 


EKTACHROME 7250 






- 1500300480 1000 





1415250580 WGS-6A KODACHROME 25 ee 1200 W SIDE 
650 W BACK 
| 
KODACHROME 25 
1100250580 WGS-6A 1000 KODACHROME 25 
oo soo | EKracuRONE 7250 
1700300480 WGS-7A 1000 KODACHROME 25 ee, 1200 W SIDE 
650 W BACK 
_ —_— 


1315010580 1000 














TABLE IIT 
(continued) 


Pressure Film f /STOP EXTERNAL 
Pou Type Erect 


1500250580 NWC-1 500 KODACHROME 25 


Test Propellant 
Number Type 










' 1615300480 WGS-/7 1200 W SIDE 


650 W BACK 


1145250580 NWC-1 1600 KODACHROME 25 


1530250580 NWC-2 500 KODACHROME 25 


215250580 NWC-2 1000 KODACHROME 25 


eS 


Note: 
1, The Frame rate for all tests was 5000 pictures per second. 


Ui 


0 





TABLE IV 
PARTICLE SETTLING TIMES 


PARTICLE SETTLING 
DIAMETER, TIME, 
See 





NOTE: Settling times apply to a 2 cm 
depth of ethanol, 


St 





TABLE V 
RESOLUTION TARGET TEST CONDITIONS 


eS. Pre WINDOW PICTURES F/STOP] EXTERNAL 
NUMBER ie IN PLACE PER SEC LIGHT 
1630250580 KODACHROME 25 50-250 9 650 WATT 
BACK LIGHT. 
ieee 


NO 
KODACHROME 25 YES 50-250 








1645250580 





1745030480 


| 

1700250580 EKTACHROME 7250 YES 50-250 
4X 7224 NO 50-250 Do 650 WATT 
BACK LIGHT 

i 

@ 

a 


EKTACHROME 7250 WATT 


LIGHT 









650 WATT 
BACK LIGHT 










1630310580 


503510580 650 WATT 


BACK LIGHT 


4X 7224 Es 50-250 
Peo NO 50-250 
ZX 22 YES 30-250 


mt 310580 WATT 


LIGHT 





650 WATT 
BACK LIGHT 


1615310580 


SA 





TABLE VI 
BURNING RATE EXPONENTS 


PROPELLANT BURNING 
ae: RATE 
EXPONENT 
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Figure l. 
Schematic o£ Combustion Bomb 
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FIGURE 


Photograph of Combustion Bomb 
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Photograph of Control Booth. 
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FIGURF 4. Photograph of Remote Control Panel 
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FIGURE 7. Photograph of Experimental 
Apparatus 
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FIGURE 8 
PROPELLANT STRAND DIMENSIONS 
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PEGURE 9, 
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BEGURE 13, 
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FIGURE 14. Photomicrographs of Postfire Residue 
(1445180480, WGS-5A, Ba = 1000 psi) 
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FIGURE 15. Photomicrographs of Postfire Residue 
(10030030580, WGS-6A, a 500 psi) 
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FIGURE 16. Photomicrographs of Postfire Residue 
(160017040, WGS-6A, P. = 1000 psi) 
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FIGURE 17. Photomicrographs of Postfire Residue 


(1215030580, WGS-7A, ee = 500 psi) 
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FIGURE 18. Photomicrographs of Postfire Residue 
(1400240480, WGS-7A, a 1000 psi) 
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FIGURE 19. Photomicrographs of Postfire Residue 
(1100030580, WGS-7, ae = 500 psi) 
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FIGURE 20. 
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FIGURE 21. Photomicrographs of Postfire Residue 
(1230110580, NWC-1, Pe = 500 psi) 
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FIGURE 22. Photomicrographs of Postfire Resi 
CeS\COLUSc0R ive, et 1000 psi) 
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FIGURE 23. Photomicrographs of Postfire Residue 
(1200110580, NWC-2, P. = 500 psi) 
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FIGURE 24. Pho oma ere raphs of Postfire Residue 
ols lo0s C-2, Py = 1000 psi) 
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FIGURE 25. Particle Size Distribution 
(1445240480, WGS-5A, ER = 500 psi) 
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FIGURE 26. Particle Size Distribution 
(1445180480, WGS-5A, P = 1000 psi) 
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FIGURE 27. Particle Size Distribution 
(1030030580, WGS-6A, Pa = 500 psi) 
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FIGURE 28. Particle Size Distribution 
(1600170480, WGS-6A, P = 1000 psi) 
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FIGURE 29. Particle Size Distribution 
(1215030580, WGS-7A, Ee = 500 psi) 
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FEGURE 30. Particle Size Distribution 
(1400240480, WGS-7A, Po = 1000 psi) 


OS 





NUMBER OF 


NUMBER OF 


PARTICLES 
O nw LK OD OD 
Q.| 
~J 


O 
hl 


5 10 15 20 25 30 
PARTICLE SIZE , [im 


BPeGURE 31. Particle Size Distribution 
(1100030580, WGS-7, P = 500 psi) 
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FIGURE 32. Particle Size Distribution 
(1500210480, WGS-7, Ee = 1000 psi) 
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FIGURE 35. Particle Size Distribution 
(1200110580, NWC-2, P . = 500 psi) 
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MPGURE 36. “Particle Size Distribution 
(1615100580, NWC-2, ve = 1000 psi) 
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FIGURE 37. Comparison of 40 and 220 Particle Sample . 
Distributions (14452400480, WGS-5A, P_ = 500 psi) 
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FIGURE 38. Comparison of 40 and 220 Particle Sample 
Distributions (1030030580, WGS-6A, P. = 500 psi) 


108 





O 
O 
x 


€ | ae 

A om 

a oY 

~ 70 va 

LJ vi, 

s 60 ee 

<I / 

O sot Yy- Zo 

: = 

ee +0 a 

= 30 £500 psi 

— , 

a qo 7 CO 1000 psi 

2 20-) / Y —— FINE DISTRIBUTION 
; COARSE DISTRIBUTION 
e 


O 


Vv. 
O 10 20 30 40 50 60 70 80 90 


MEAN ae ae DIAME TER 
em 


FIGURE 39. Initial Aluminum Particle Diameter Versus 
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FIGURE 43. Burning Particle Diameter Versus Initial 
Aluminum Particle Diameter 
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FIGURE 44. Burning Particle Diameter Versus Mean Postfire 
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FIGURE 45. Burning Particle Average Velocity 
Versus Burning Particle Diameter 
for Propellant WGS-5A 
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FIGURE 46. Burning Particle Average Velocity 
Versus Burning Particle Diameter 
for Propellant WGS-6A 
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FIGURE 47. Burning Particle Average Velocity Versus 
Burning Particle Diameter for Propellant WGS 7-A 
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